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(si) Method for making low defect density semiconductor hete restructure and devices made thereby. 



I Applicants have discovered that by growing 
germanurrvslicon alloy at high temperatures in 
excess of about 850° C and increasing the 
germanium content at a gradient of less than 
about 25% per micrometer, one can grow on 
silicon large area heterostructures of graded 
GeySIt* alloy having a low level of threading 
dislocation defects. With low concentrations of 
germanium (.103 x ^.50), the heterolayer can 
be used as a substrate for growing strained 
layer silicon devices such as MODFETS. With 
high concentrations of Ge (.65 £ x ^ 1.00) the 
heterolayer can be used on silicon substrates as 
a buffer layer for indium gallium phosphide 
devices such as light emitting diodes and las- 
ers. At concentrations of pure germanium 
(X=1.00), the heterolayer can be used for GaAs 
or GaAs/AIGaAs devices. 
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Field of the Invention 

This invention relates to a method for making a semiconductor heterostructure of germanium-silicon alloy 
that has low threading dislocation density in the alloy layer and to devices made thereby. Such low defect struc- 
5 tu res are particularly useful as buffer layers for making semiconductor devices comprising indium gallium phos- 
phide, gallium arsenide or strained layers of silicon. 

Background of the Invention 

10 There is considerable interest in heterostructure devices involving greater epitaxial layer thickness and 
greater lattice misfit than present technology will allow. For example, it has long been recognized that germa- 
niunvsiiicon alloy Ge^i^,, grown on silicon substrates would permit a variety of optoelectronic devices, such 
as LEDs, marrying the electronic processing technology of silicon VLSI circuits with the optical component tech- 
nology available in direct band semiconductors. Indeed, it has been proposed that an intermediate epitaxial 

is layer of germanium-silicon alloy would permit the epitaxial deposition of gallium arsenide overlying a silicon 
substrate and thus permit a variety of new optoelectronic devices using silicon electronic components and gal- 
lium arsenide optical components. However, despite the widely recognized potential advantages of such com- 
bined structures and despite substantial efforts to develop them, their practical utility has been limited by high 
defect densities in heterostructure layers grown on silicon substrates. 

20 Dislocation defects partition an otherwise monolithic crystal structure and introduce unwanted and abrupt 
changes in electrical and optical properties. Dislocation defects arise in efforts to epitaxiaity grow one kind of 
crystalline material on a substrate of a different kind of material due to different crystal lattice sizes of the two 
materials. Dislocations form at the mismatched interface to relieve the misfit strain. Many of the misfit disloca- 
tions have vertical components, termed threading segments, which extend at a slant angle through any sub- 

25 sequent layers. Such threading defects in the active regions of semiconductor devices seriously degrade device 
performance. 

A variety of approaches have been used to reduce dislocations with varying degrees of success. One ap- 
proach is to limit the heterolayer to a thin layer of material that has a lattice crystal structure closely matching 
the substrate. Typically the lattice mismatch is within 1% and thickness of the layer is kept below a critical thick- 

30 ness for defect formation. In such structures, the substrate acts as a template for growth of the heterolayer which 
elasticaily conforms to the substrate template. While this approach eliminates dislocations in a number of struc- 
tures, there are relatively few near lattice-matched systems with large energy band offsets. Thus with this ap- 
proach the design options for new devices are limited. 

A second approach set forth in the copending application of E. A. Fitzgerald, Serial No. 07/561744 filed 

35 August 2, 1990, utilizes heterolayers of greater thickness but limited lateral area. By making the thickness suf- 
ficiently large as compared with the lateral dimension, threading dislocations are permitted to exit the sides of 
layer. The upper surface is thus left substantially free of defects. This approach permits the fabrication of a va- 
riety of devices and circuits which can be made on limited area surfaces having an area of less than about 
10,000 square micrometers 

40 A third approach is to deposit successive layers of germanium-silicon alloy on a siicon substrate, increas- 
ing the germanium content with each successive layer. The goal Is to avoid dislocations by spreading the strain 
among successive layers. Unfortunately this approach has not worked. For example, it has been found that 
step grading 20% Ge over 2000 angstroms to produce pure Ge results in substantially the same high dislocation 
density as depositing pure Ge on SI. See J. M. Baribeau et al., 63 Journal of Applied Physics 5736 (1988). 

45 Applicants believe that this approach fails because at conventional growth temperatures -typically about 550° 
C- the initial layer of Si-Ge is almost entirely elasticaily strained. Thus when the next layer of ShGe with greater 
germanium content is applied, the mismatch between the two Si-Ge layers is nearly that between the initial Si- 
Ge layer and the Si substrate, resulting in high dislocation density. Accordingly, there is a need for amethod 
of making large area, low defect heterostructures on silicon. 

so 

Summary of the Invention 

Applicants have discovered that by growing germanium-silicon alloy at high temperatures in excess of 
about 850° C and increasing the germanium content at a gradient of less than about 25% per micrometer, one 
55 can grow on silicon large area heterostructures of graded Ge^Si,.* alloy having a low level of threading dislo- 
cation defects. With low concentrations of germanium (.10^xs .50), the heterolayer can be used as a substrate 
for growing strained layer silicon devices such as MODFETS. With high concentrations of Ge (.65 £ x £ 1 .00) 
the heterolayer can be used on silicon substrates as a buffer layer for indium gallium phosphide devices such 
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as light emitting diodes and lasers. At concentrations of pure germanium (X=1.00), the heterolayer can be used 
for GaAs or GaAs/AIGaAs devices. 

Brief Description of the Drawing 

5 

In the drawings: 

FIG. 1 is a block diagram illustrating the method of making a low defect density semiconductor heterostruc- 
ture. 

FIG. 2 is a schematic cross section of a strained silicon layer MODFET; 
10 FIG. 3 is a schematic cross section of an indium gallium arsenide surface emitting LED; and 
FIG. 4 is a schematic cross section of a gallium arsenide LED with integrated drive transistor, 
it is to be understood that these drawings are not to scale. 

Detailed Description 

15 " * 

Referring to the drawings. FIG. 1 is a flow diagram illustrating the process for making a low defect density 
semiconductor heterostructure in accordance with the invention. As shown, the first step is providing a siicon 
substrate. Preferably the substrate is a standard (100) oriented silicon wafer of the type typically used in the 
fabrication of integrated circuits. Advantageously, as a preliminary step, the substrate is provided with one or 
20 more large area recessed tubs by conventional photolithographic patterning and etching. The tubs can have 
an area in excess of 12,000 square micrometers and a depth of several micrometers, depending upon the thick- 
ness of germanium-silicon alloy to be grown. The objective is to provide a tub of proper depth so that a ger- 
manium-silicon alloy layer grown in the tub will be substantially co planar with the non-recessed portion of the 
silicon substrate. 

25 The second step of the process is to grow at high temperature on the silicon substrate a large area, graded 
layer of germanium-silicon alloy, Ge^l,. x . The growth process is preferably chemical vapor deposition (C VD) 
or molecular beam epitaxy (MBE). The substrate growth starting temperature should be in the range 850° C - 
1 1 00° C, and the area of the graded alloy can exceed 1 2,000 square micrometers. The starting composition 
is preferably pure sBicon. Germanium is introduced to form Ge^i,^ at a gradient of less than about 25% per 

30 micron. Preferably the grading is linear at a rate of about 1 0% per micron. Alternatively the grading can be step- 
wise at similar gradients. As the germanium content of the alloy increases, the growth temperature is advan- 
tageously scaled down in proportion to the reduced melting temperature of the alloy. The objective is to avoid 
melting the alloy. Graded growth of Ge^i*.* is continued until a desired final composition is reached. 

The choice of final composition depends upon the intended use of the heterostructure. ff, for example, the 

35 structure is to be used as a substrate for growing a strained layer silicon device, the final Ge concentration 
should fall within the range of 10-50%. If the structure is to be used as a substrate for an indium gallium phos- 
phide device, the final Ge concentration should fall within the range of 65-100%. On the other hand, if the struc- 
ture is to be used as a substrate for GaAs or GaAs/AIGaAs devices, the Ge concentration is preferably about 
100%. 

40 After the desired final composition is reached, an optional cap layer with the same final composition can 
be grown on the graded layer to a thickness in excess of 100 angstroms and preferably In excess of one mi- 
crometer. The effect of the cap layer is to further relax the low level of residual strain at the top of the graded 
layer. 

The fabrication and structure can be understood In greater detafl by consideration of the following specific 
45 examples. 

Example 1: Heterostructure Substrate (MBE) 

A (100) oriented silicon substrate is provided with a large area rectangular tub approximately ten micro- 
so meters deep by covering the major surface with a masking layer of silicon oxide, etching a rectangular opening 
in the oxide mask to define the periphery of the tub, and then etching the exposed silicon with ethyiene-diamin e- 
pyrocatechol (EDP). The EDP etch produces smooth tub surfaces with sidewaJIs in the (11 1) planes of the sil- 
icon substrate. The substrate is then cleaned with a 3:1 mixture of H2SO4 and H2O2 for ten minutes and with 
buffered HF for 1 minute. 

55 The cleaned substrate is placed in a Riber EVA 32 Silicon MBE Apparatus controlled by a Sentinel 3 De- 
position Rate Controller. The chamber ts evacuated to a pressure of less than 10-° Torr, and any oxide on the 
tub surfaces is dissociated by heating the substrate to about 600° C and applying a low flux siicon beam at a 
rate of about 0.05 angstrom/s. Silicon growth at higher rate is continued to a thickness of about 0. 1 micrometer 
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to form a sBicon buffer layer. 

After formation of the buffer layer, the substrate temperature is increased to about 900° C and the graded 
layer is grown. Graded growth is begun with pure silicon at a rate of about 3 angstroms per second. The total 
growth rate is kept constant while introducing germanium at a linear gradient of about 10% per micrometer. 
5 The objective is to keep growth near thermal equilibrium. The parameter variations for graded growth to 1 00% 
germanium at 1 0% per micrometer grading are set forth in the Table 1 , giving thickness, percent of Germanium, 
temperature and current rates at various times into growth. 
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After 1 00% germanium is reached, a final germanium cap layer having a thickness in the range between 1000 
angstroms and one micrometer is grown on top. 
50 Structures with less than 100% germanium can be obtained by terminating graded growth at the desired 
germanium concentration and growing the final cap layer at that concentration. 

Example 2: Hete restructure Substrate (CVD) 

55 As preliminary steps, a 100 mm (100) Si wafer was cleaned in diute HF (1% in H2O) and spin-dried in N > 
The wafer was loaded Into an RTCVD reactor and pumped down to a base pressure of 10- 7 Tort. The wafer 
was heated to 1000° C for 15 seconds in flowing hfe (3 Ipm) to remove residual oxygen and carbon, and then 
cooled in 2 seconds to 900° C. 
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After these preliminary steps, deposition was commenced by depositing a Si buffer approximately 1000 A 
thick. This was accomplished using SiH 2 CI 2 (1% in H 2 , 1 1pm) for 1 minute at a pressure of about 4 Torr. Im- 
mediately thereafter, GeH 4 (1% GeH 4 in H 2 ) was introduced gradually to create a SnGe alloy layer that in- 
creased from 0 to 50% Ge. The GeH 4 flow can be increased by 4 seem flow increments every 40 seconds. The 
5 SiH 2 Cl 2 was decreased by the same flow increment in the same time scale; thus, the total GeH 4 and SiH 2 CI 2 
flow was maintained at 1 1pm. Deposition at 900° C resulted in a St-Ge graded alloy layer that continually relaxed 
as it was grown. 

Heterostructures fabricated as described in Examples 1 and 2 demonstrate a reduction in defects as com- 
pared with conventionally fabricated heterostructures. Triple crystal X-ray diffraction shows that for 0. 10 <x< 
10 0.50, the layers are totally relaxed. The Ge x Sh. x cap layers, when examined by plan-view and cross-section at 
transmission electron microscopy are threading dislocation free. Electron beam induced current images re- 
vealed low threading dislocation densibes of 4X10515X10 4 crrr* for X=0.25 and 3x10*t2x10» crrr 2 for x=0.50. 
Photoluminescence spectra from the cap layers are su bstantiaily identical to photolumi nesce nee from bulk Ge x _ 
Sw 

15 These low defect heterostructures can serve as buffer layers for epitaxially growing a wide variety of de- 
vices varying from those employing strained layer of silicon to those employing lll-V semiconductors. 

FIG. 2 is a schematic cross section of a device employing a low defect he te restructure to produce a strained 
silicon MODFET. In essence the MODFET is fabricated on a heterostructure comprising a Ge^l,., cap layer 
1 grown on a graded layer 2, all disposed on a silicon substrate 3. The heterostructure is fabricated as described 
20 above, with a maximum concentration of germanium in the range (0.1 0 ^ x ^0.50) and preferably with x=0.30. 
The MODFET fabricated on the heterolayer comprises, in essence, a strained layer of silicon 4 epitaxially 
grown on layer 1. Another layer 5 of Ge^i*. „ (initially intrinsic but n-doped after 50 to 900 angstroms) is grown 
over the silicon and, n* spaced apart contact regions 6A and 6B are formed to contact the strained silicon layer 
4. Ohmic contacts 8A and 8B are made with the n + contact regions 6A and 6B, and a Schottky barrier contact 
25 7 to layer 5 is d isposed between the spaced apart ohmic contacts. A dielectric layer 9 advantageously se parates 
the contacts 7, 8A, and 8B. 

Silicon layer 4 preferably has a thickness in the range 100 angstroms to 1 000 angstroms and is preferably 
undoped. 

Ge,Si t . x layer 5 preferably has a thickness in the range 50 angstroms to 1000 angstroms. Layer 5 is pre- 
30 ferably intrinsic for 50 to 900 angstoms and then n + doped with antimony, phosphorus or arsenic to a concen- 
tration in the range IxlO^/cm 3 - 5x10 18 /cm 3 . Layer 5 preferably has a concentration of Ge not less than that 
of cap layer 1. 

The n* contact regions 6A and 6B are preferably formed by implanting antimony, arsenic or phosphorus 
to silicon layer 4 at a concentration of lO^/cm 3 . The ohmic contacts 8A and 8B can be layers of aluminum and 
35 the Schottky contact 7 can be a layer of platinum. 

The resulting MODFET acts as a field effect transistor with the advantage of higher speed. The application 
of a signal voltage bias to the Schottky contact 7 (commonly known as the gate) changes the electron density 
Inside the Si layer 4, which in turn changes the sheet conductance of the channel between 8A and 8B and results 
in transistor action. The strained silicon layer is a particularly high speed path for at least three reasons: 1) the 
40 straining of the silicon alters the energy bands of the silicon to favor conduction by low effective mass, high 
mobility electrons, 2) the silicon layer is free of impurities to interfere with electron flow, and 3) the silicon layer 
grown on a low defect substrate has a low concentration of defects to interfere with electron flow. 

FIG. 3 is a schematic cross section of an indium gallium arsenide surface emitting LED fabricated on a 
heterolayer. Specifically, the LED 20 is fabricated on a heterostructure comprising a Ge^i,., layer 12 grown 
45 within a large area tub 11 on a sStcon substrate 10. The heterostructure is fabricated essentially as described 
above, except that the Ge^Sh. x is doped with p- type impurities, such as Be, to a concentration of 1 O^crrr 3 . 

The LED 20 Is fabricated on the Ge^Si*. K using conventional processes such as chemical beam epitaxy to 
form the constituent layers 21-25 whose thicknesses, constituency and doping are set forth in tab!e~7 below: 

50 



55 
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Layer No. Composition 



Table 2 



Thickness Dopant Concentration 



10 



21 In y (Ga l _ I Al 2 ) 1 . y P 1 micrometer n + (Si) 10 18 cnT 3 



22 In w (Gai_ K Al 3t ) 1 _ w P 0.5 micrometer n(Si) 10 17 cm" 3 



15 



23 In«(Gai_ ir Al v ) 1 _ tt P 0.2 micrometer none intrinsic 



20 



24 In w (Ga l . x Al Jt ) l w P 05 micrometer p(Be) 10 17 cm~ 3 

25 InyCGa^jAl^j.yP 1 micrometer p + (Bc) 10 18 cra~ 3 
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After the constituent layers are grown, the next step is to form ohmic contacts and to isolate the device. 
Ohmic contact 26 is formed to contact p-doped layer 25 by depositing a layer of gold-zinc alloy and photolitho- 
graphically patterning the metal to form a annular ring. 

To isolate the diode, the portion of layers 22-25 outside the metal contact ring 26 can be etched away. Using 
a photoresist circle as a mask, a mesa is etched around ring 26 terminating on n-doped layer 21. Preferably 
etching is by reactive ion etching in order to obtain a mesa with vertical side wails around the periphery of ring 
26. 

Next ohmic contact 27 is made with the now exposed n-doped layer 21 as by depositing a layer of gold- 
germanium alloy and photolithographlcally defining annular contact ring 27 around the mesa. For further iso- 
lation, a mesa concentric with ring 27 can be chemically etched through layer 21. 

The final steps involve depositing passivating insulating layers 28 and forming metal interconnects 29 to 
contacts 26 and 27 in accordance with techniques well known in the art The interconnects can advantageously 
extend to integrated electronic circuitry (not shown) formed on the silicon substrate. 

In operation, a DC bias voltage applied between contacts 26 and 27 induces emission of light through the 
center of ring 26. 

A particular advantage of this embodiment is that the composition of the Ge^* layer can be chosen to 
lattice match a variety of indium gallium phosphide compounds giving a wide choice of emission wavelengths. 
For example, when the indium gallium phosphide compound matches a Ge-Si buffer with 65-70% Ge, the emis- 
sion is been whereas a compound lattice matched to 100% Ge emits red. Thus much of the visible range can 
be covered. 

FIG. 4 is a schematic cross section of a GaAs surface emitting LED fabricated on a heterolayer. In particular, 
the LED 30 is fabricated on a heterostructure comprising a Ge^., layer 12 grown within a large area tub 11 
on a silicon substrate 10. In addition the LED is shown connected via a metal lead 36 to a drive transistor 40 
integrally formed in silicon substrate 10. 

The GexSit. K layer is formed in tub 1 1 as described in Example 1 above. The Ge^S \^ x is preferably undoped 
and achieves a final composition consisting essentially of pure germanium in order to lattice match the materials 
of LED 30. 

LED 30 comprises a layer of n-doped Al y Ga,. y As 31 grown on the Ge surface, as by MBE, a layer of p- 
doped GaAs 32 grown on layer 31 and a layer 33 of p + doped AlyGa Vy As grown on layer 32. The LED has an 
annular p-type ohmic contact 34 to layer 33 and an n-type ohmic contact 35 to layer 31 . 

In a specific structure, n-layer 31 can be doped with silicon to a concentration of 1 0 18 /cm 3 and have a thick- 
ness of 0.5 micrometer, p-layer 32 can be doped with Be to a concentration of lO^/cm 3 and have a thickness 
of 0.6 micrometer. P+ layer 32 can be doped with Be to 1 0 1B /cm* and have a thickness of 0.5 micrometers. The 
n-contact 35 can be a composite layer of nickel, titanium and gold, and the p-contact 34 can be AuBe alloy. 
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The LED 30 can be connected to transistor 40 with aluminum interconnects 36. 

Drive transistor 40 consists essentially of an n-type emitter 41, a p-type base 42 and an n-turn collector 
43 integrally fabricated on silicon substrate 10 in accordance with conventional techniques well known in the 
art 

5 This example illustrates the important advantage that the invention permits silicon electronic components 

(e.g. transistor40) and lll-V semiconductor optical components (e.g. LED 30) to be fabricated on the same sub- 
strate. Clearly, much more complex circuits can be fabricated on the structure. 



m Claims 

1. A method for making a semiconductor device comprising the steps of: 

providing a monocrystalline silicon substrate 

epitaxially growing on said silicon substrate at a temperature in excess of 850° C a graded layer 
15 of Ge^Sii-x with Increasing germanium content at a gradient of less than about 25% per micrometer, 

epitaxially growing a layer of semiconductor material above said graded layer of GoxSij. x . 

2. The method of claim 1 wherein said layer of semiconductor material comprises a cap layer of Ge-Si alloy 
having the same composition as the surface of the graded layer and a thickness in excess of 100 ang- 

20 stroms. 

3. The method of claim 1 wherein said graded layer of GexSi,. x has a final composition in the range 0. 1 ^ x 
^ 0.5 and said layer of semiconductor material comprises silicon. 

4. The method of claim 1 wherein said graded layer of Ge^i^ has a final com position in the range (0.65 ^ 
25 x ^ 1 .0) and said layer of semiconductor material comprises indium gallium phosphide. 

5. The method of claim 1 wherein said graded layer of Ge^Si,. x has a final composition of pure germanium 
and said layer of semiconductor material comprises gallium arsenide or aluminum gallium arsenide. 

30 6. The method of claim 1 wherein said epitaxial layers are grown by molecular beam epitaxy. 

7. The method of claim 1 wherein said epitaxial layers are grown by chemical vapor deposition. 

8. The method of claim 1 further comprising the step of providing said silicon substrate with a recessed tub 
35 having a depth equal to the sum of the thickness of the graded layer of Ge^.,, and the cap layer. 

9. The method of claim 1 wherein the temperature of growth of said graded layer of Ge^S i,. t is scaled in pro- 
portion to the melting temperature of the Ge,<Sl t . x . 

10. The method of claim 1 wherein the area of said graded Ge^S^* layer exceeds 12,000 square microns. 

40 

11. A MODFET device comprising 

a layer of genmanium-sflicon alloy having germanium concentration in the range between 10 percent 
and 50 percent; 

a layer of strained siicon epitaxially grown on said layer of alloy; 
45 a second layer of gerrnanium-sSicon alloy epitaxially grown on said strained silicon layer, said sec- 

ond layer including donor dopants and spaced apart contact regions for electrically contacting said siicon 
layer, _ 

source and drain ohmic contacts means disposed on said second layer of alloy for contacting said 
contact regions 

50 Schottky barrier contact means disposed between said source and drain contact means, whereby 

conduction between said source and drain is enhanced by application of a negative voltage to said Schott- 
ky contact 

12. A device comprising: 

w a layer of germaniunvsiicon alloy Ge^Si^ „ (0.1 0 £ x £ .50) having a threading dislocation density 

of less than SxlO^cnr 2 ; 

a strained layer of siicon epitaxially grown on said layer of alloy; 
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a second layer of germanium-silicon alloy epitaxially grown on said strained layer of silicon; and 
means for making electrical contact with spaced apart regions of said strained silicon layer. 

13. A device according to claim 12 wherein said strained layer of silicon is undoped. 

5 

14. A device according to claim 12 wherein at least one of said layers of germanium-silicon alloy is n-doped. 

10 
15 
20 
25 
30 
35 
40 
45 
50 
55 
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